VERIFICATION OF TRANSLATION 



I, Koichi ASANO, of c/o GLOBAL PATENT CREATION, LTD, WataseBldg., 
5-8, Nishi-Shimbashi 3-chome, Minato-ku, Tokyo, Japan, do hereby 
declare the following: 

1. That I am well acquainted with the Japanese and English 
languages : 

2. That to the best of my knowledge and belief the document 
annexed hereto is a true English translation made by me of 
Japanese Patent Application No. 2001-286652 filed on 
September 20, 2001 in the name of Nippon Oil Corporation. 

Signed at Tokyo, Japan this 22nd day of December 2004 




Koichi Asano 



Application No. 2001-286652 filed on September 20, 2001 
[Name of Document] Patent Application 



[ Reference No . ] 
[Filing Date] 
[To] 

[IPC] 

[ Inventors ] 

[ Addres s ] 



[ Name ] 
[ Inventor ] 

[Address] 



11-0333 

September 20, 2001 
Director General of Japan 
Patent Office 
C07D305/00 
G02B 5/30 

c/o Nippon Oil Corporation 
8, Chidori-cho, Naka-ku, 
Yokohama-shi, Kanagawa, Japan 

MATSUMOTO, Takuya 

c/o Nippon Oil Corporation 
8, Chidori-cho, Naka-ku, 
Yokohama- shi , Kanagawa, Japan 
MAZAKI, Hitoshi 

0 0 0004444 

Nippon Oil Corporation 



[ Name ] 
[ Appl icant ] 

[ID Code] 

[ Name ] 
[Agent ] 

[ID Code] 100103285 

[Patent Attorney] 

[Name] MORITA, Nobuyuki 

[Agent ] 

[ID Code] 100093540 



-1- 



[Patent Attorney] 

[Name] OKAZAWA, Hideyo 

[Indication of Fee] 

[Prepaid Book No.] 073406 
[Amount ] 2 1,000 yen 

[List of Documents] 

[Article] Specification 1 

[Article] Drawing 1 

[Article] Abstract 1 

[ Proof ] Needed 



-2- 



[ Document ] Specification 

[Title of the Invention] Liquid Crystalline Oxetane 
Compound, Polymer i zable Liquid Crystalline 
Composition, Method for Producing Liquid Crystal Film, 
Optical Film, and Liquid Crystal Display 
[What is Claimed is] 

[Claim 1] A liquid crystalline oxetane compound 
represented by the formula: 

Z 1 - (CH 2 ) n -L 1 -P 1 -L 2 -P 2 -L 3 -P 3 -L 4 - (CH 2 ) m -Z 2 (1) 
wherein Z 1 and Z 2 are each independently a group 
represented by any one of formulas (2"), (3) and (4) below, 
L 1 , L 2 , L 3 , and L 4 each independently indicate direct 
bond or are a group represented by any of -0-, -0-C0-, 
or -CO-O-, P 1 and P 2 are each independently a group 
represented by formula (5) below, and P 3 indicates 
direct bond or is a group represented by formula (5) 
below, n and m are each independently an integer of 0 
t o 8 ; 

, °oc°-, oCx -°- ~<^~ 

( 2 ) ( 3 ) ( 4 ) ( 5 ) 

wherein X is selected from the group consisting of 
hydrogen, methyl, or halogen. 

[Claim 2] The liquid crystalline oxetane 
compound according to claim 1 wherein Z 1 and Z 2 are each 
independently a group represented by formula (2), L 1 
and L 4 are each independently a group of -0-, L 2 is a 
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group of -C0-0-, L 3 is a group of -0-C0-, P 1 and P 3 are 
each independently 1 , 4 -pheny lene group, and P 2 is 
1, 4-phenylene group or methyl-substituted 
1, 4-phenylene group. 

[Claim 3] A polymer i zable liquid crystalline 
composition containing at least 10 percent by mass or 
more of the liquid crystalline oxetane compound of 
claim 1 . 

[Claim 4] The polymerizable liquid crystalline 
composition according to claim 3 containing a photo 
cation generator and/br a thermal cation generator. 

[Claim 5] A method of producing a liquid crystal 
film wherein a layer of the polymerizable liquid 
crystalline composition of claim 3 or 4 is formed on 
an alignable film so as to be aligned in a liquid crystal 
orientation and then polymerized with light and/or heat 
to fix the aligned structure. 

[Claim 6] An optical film comprising a liquid 
crystal film produced by the method of claim 5. 

[Claim 7] The optical film according to claim 6 
having a function as any one selected from a uniaxial 
or twisted retardation film, a cholesteric 
or ient at ion- t ype circular polarizing reflection film, 
and a nematic hybrid orientation- type compensation 
film. 

[Claim 8] A liquid crystal display equipped with 
at least one optical film of claim 6 or 7 . 
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[Detailed Description of the Invention] 
[0001] 

[Field of Industrial Application] 

The present invention relates to a novel 
pol ymer i zable liquid crystalline oxetane compound, a 
polymer i zable liquid crystalline composition 
containing such a liquid crystalline oxetane compound, 
a method for producing a liquid crystal film using such 
a polymer i zable liquid crystalline composition, an 
optical film comprising such a liquid crystal film 
produced by such a method, and a liquid crystal display 
equipped with such an optical film. 
[0002] 

[Description of Prior Art] 

Active studies and developments have been carried 
out to utilize liquid crystalline compounds as optical 
materials, and many of them have been already put into 
practical use. In order to apply a liquid crystalline 
compound to an optical material, it is essential that 
after the compound is fixed in an aligned liquid crystal 
structure, it can be retained in the fixed aligned 
structure under practical use conditions. As methods 
for retaining the fixed aligned structure of a liquid 
crystalline compound, there have been proposed various 
methods wherein to use polymer i zable liquid 
crystalline compounds, to use polymeric liquid 
crystal'line compounds, and to use polymeric liquid 
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crystalline compounds having crosslinkable reactive 
groups . 
[0003] 

Japanese Patent Laid-Open Publication No. 
11-080081 discloses a method using polymeric liquid 
crystalline compounds having crosslinkable reactive 
groups, such as those having a mesogen portion 
comprising two or more benzene rings or similar rings, 
spacer portions each comprising a hydrocarbon chain, 
and radically pol ymer i zable reactive groups such as 
(meth)acrylate group at one' or both of the terminal ends. 
In this method, a polymer i zable liquid crystalline 
compound is coated in a heat-melted state or in the form 
of a solution on an alignment substrate to be formed 
into a liquid crystal layer and dried if necessary. 
Thereafter, the liquid crystal layer thus formed is 
aligned in a liquid crystal orientation by heating and 
then polymerized by photo-irradiation so as to fix the 
liquid crystal orientation. However, this method is 
required to suppress an undesired polymerization 
inhibition effect caused by oxygen in the air and also 
needs some complicated operations such as a 
photo-irradiation under an inert gas atmosphere and 
improved facilities and apparatus in connection with 
such complicated operations. Since (meth ) acrylat e 
group is easily polymer i zable with light or heat, a 
careful attention must be paid during the synthesis. 
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[0004] 

As disclosed in Japanese Patent Laid-Open 
Publication No. 11-158258, there is a method using 
polymeric liquid crystalline compounds, such as liquid 
crystalline polyesters excellent in capability of 
retaining an aligned liquid crystal orientation. 
However, due to the wide-spread of mobile communication 
tools, optical films formed from liquid crystalline 
polyesters are demanded to have a retainabi 1 i ty of the 
aligned structure under more sever conditions and to 
be more in excellent mechanical strength. 
[0005] 

As methods using polymeric liquid crystalline 
compounds having polymeri zable reactive groups, 
Japanese Patent Laid-Open Publication No. 9-3454 
proposes a method wherein polymeri zable reactive 
groups are introduced into the main chain of a polymer 
and a method wherein a monomer unit having 
polymer i zable reactive groups are introduced into the 
side chain(s) . However, since the liquid 
crystallinity of the compounds is reduced in either of 
the methods, there is a limit to introduce 
polymer i zable reactive groups in. such a large amount 
that the mechanical strength is sufficiently enhanced. 
Therefore, alternative methods have been demanded. 
[0006] 

[Problems to be Solved by the Invention] 



The object of the present invention is to provide 
a liquid crystalline compound containing no functional 
group such as (me t h ) acrylat e and epoxy groups, the 
syntheses of which are difficult. The present 
invention is also intended to provide a novel optical 
film which can be produced without employing 
complicated processes such as a photo-irradiation 
under an inert gas atmosphere due to the use of the 
aforesaid liquid crystalline compound and is excellent 
in a retainabilit y of the aligned liquid crystal 
structure after the' compound is aligned and fixed in 
a liquid crystal orientation and excellent in 
mechanical strength . 
[0007 ] 

[Means for Solving the Problems] 

After an extensive research and study of a 
polymer i zable liquid crystalline compound which is 
easy in synthesis and has an excellent alignability in 
a liquid crystal orientation, the inventors of the 
present invention found a polymerizable liquid 
crystalline compound having cationically 
polymerizable oxetane groups as polymerizable reactive 
groups. As a result, it was also found that when the 
aforesaid liquid crystalline compound is polymerized 
after it is aligned in a liquid crystal orientation, 
and formed into a film, a novel optical film can be 
developed which film has an excellent alignment 
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retainability after the compound is aligned and fixed 
in the liquid crystal orientation and has an excellent 
mechanical strength. 
[0008] 

That is, according to a first aspect of the present 
invention, there is provided a liquid crystalline 
oxetane compound represented by the formula: 

Z 1 - (CH 2 ) n -L 1 -P 1 -L 2 -P 2 -L 3 -P 3 -L 4 - (CH 2 ) m -Z 2 ( 1 ) 

wherein Z 1 and Z 2 are each independently a group 
represented by any one of formulas .( 2 ) , ( 3 ) and (4) below, 
L 1 , L 2 , L 3 , and L 4 each inde p'e ndently indie a" t e direct 
bond or are a group represented by any of -0-, -0-CO-, 
or -CO-0-, P 1 and P 2 are each independently a group 
represented by formula (5) below, and P 3 indicates 
direct bond or is a group represented by formula (5) 
below, n and m are each independently an integer of 0 
t o 8 ; 

[0009] 

, <OCo- o^o- 

( 2 ) ( 3 ) ( 4 ) ( 5 ) 

wherein X is selected from the group consisting of 
hydrogen, methyl, or halogen. 
[0010] 

According to a second aspect of the present 
invention, there is provided the liquid crystalline 
oxetane compound of the first aspect wherein Z 1 and Z 2 
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are each independently a group represented by formula 
( 2 ) , L 1 and L 4 are each independently a group of - O - , 
L 2 is a group of -C0-0-, L 3 is a group of -0-C0-, P 1 and 
P 3 are each independently 1, 4-phenylene group, and P 2 
is 1 , 4 -pheny lene group or methyl-substituted 
1 , 4 -pheny lene group. 
[0011] 

According to a third aspect of the present 
invention, there is provided a polymer i zable liquid 
crystalline composition containing at least 10 percent 
by mass or more of the liquid crystalline compound of 
the first aspect. 

According to a forth aspect of the present 
invention, there is provided the polymer i zable liquid 
crystalline composition of the third aspect containing 
a photo cation generator and/or a thermal cation 
generator . 

According to a fifth aspect of the present 
invention, there is provided a method of producing a 
liquid crystal film wherein a layer of the 
polymer i zable liquid crystalline composition of the 
third or forth aspect of the present invention is formed 
on an alignable film so as to be aligned in a liquid 
crystal orientation and then polymerized with light 
and/or heat to fix the aligned structure. 
[0012.] 

According to a sixth aspect of the present 
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invention, there is provided an optical film comprising 
a liquid crystal film produced by the method of the fifth 
aspect . 

According to a seventh aspect of the present 
invention, there is provided the optical film of the 
sixth aspect having a function as any one selected from 
a uniaxial or twisted retardation film, a cholesteric 
or ient at ion- 1 ype circular polarizing reflection film, 
and a nematic hybrid orientation- type compensation 
f i 1m . 

According to an eighth aspect of the present 
invention, there is provided a liquid crystal display 
equipped with at least one optical film of the six or 
seventh aspect, 
[0013] 

[Mode for Carrying out the Invention] 

The present invention will be described in more 
detail below . 

The liquid crystalline oxetane compounds of the 
present invention are those represented by the 
following formula: 

Z 1 - (CH 2 ) n -L 1 -P 1 -L 2 -P 2 -L 3 -P 3 -L 4 - (CH 2 )m-Z 2 (1) 
wherein Z 1 and Z 2 are each independently a group 
represented by any one of formulas (2), (3) and (4) below, 
L 1 , L 2 , L 3 , and L 4 each independently indicate direct 
bond or are a group represented by any one of -O-, -O-CO-, 
or -C0-0-, P 1 and P 2 are each independently a group 
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represented by formula (5) below, and P 3 indicates 
direct bond or is a group represented by formula (5) 
below, n and m are each independently an integer of 0 
t o 8 ; 

O^o- , °0O-, oOvo- 

( 2 ) ( 3 ) ( 4 ) (5) 

wherein X is selected from the group consisting of 
hydrogen, methyl, or halogen. 
[0014] 

That is, : the liquid crystalline oxetane compounds 
of the present invention are compounds containing a 
mesogen portion comprising an aromatic ester or the 
like, spacer portions each comprising mainly a 
hydrocarbon chain, and reactive oxetane groups located 
at the both terminal ends, as constitution units and 
exhibiting liquid c r y s t a 1 1 i n i t y . 
[0015] 

First of all, each of the constitution units are 
described . 

In the present invention, the mesogen portion 
represented by " -L 1 -P 1 -L 2 -P 2 -L 3 -P 3 -L 4 - xx of formula (1) 
has such a structure that two or three aromatic rings 
bond each other directly or via an ether bond or ester 
bond at the 1 , 4 -po s i t i on . The aromatic rings may be 
substituted by methyl or halogen such fluorine or 
chlorine . 



-12- 



[0016] 

In formula (1), L 1 , L 2 , L 3 , and L 4 each 
independently indicate direct bond wherein the groups 
at both sides of any one of L groups bond to each other 
directly without via the L group, or are a group 
represented by any one of -0-, -O-CO- or -CO-0-, P 1 and 
P 2 are each independently a group represented by formula 
(5), and P 3 indicates direct bond wherein the groups 
(L 3 and L 4 ) at both sides of P 3 group bond to each other 
directly without via P 3 group or is a group represented 
by formula (5) . 

Specific examples of a group represented by 
formula (5) are 1 , 4 -pheny lene , methyl-substituted 
1,4-phenylene, fluorine-substituted 1,4-phenylene, 
and chlorine-substituted 1 , 4 -pheny lene groups. 

Specific examples of the mesogen portion of the 
liquid crystalline oxetane compounds of the present 
invention are those represented by the following 
formulas : 
[ 0017 ] 
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In the present invention, the spacer portions 
represented by w -(CH 2 ) n -" and "-(CH 2 ) m -" in formula (1) 
each independently indicate a direct bond wherein n or 
m is 0 or >are a divalent straight-chain hydrocarbon 
group having 1 to 8 carbon atoms. If the intended 
compounds have liquid crystall inity , the mesogen 
portion may bond directly to the oxetane groups in the 
absence of the spacer portions, i.e., straight-chain 
hydrocarbon groups. In general, too short spacers 
would cause the narrowed temperature range at which 
liquid crystallinity is exhibited and too long spacers 
would deteriorate the heat resistance of the resulting 
film after it is cured. Therefore, the carbon number 
of each of the spacer portions is preferably 2 to 6. 
[0019] 

With the objective of easy synthesis, the reactive 
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oxetane portions are preferably any of those 
represented by the following formulas: 

[0020] 

No particular limitation is imposed on the method 
of synthesizing the liquid crystalline oxetane 
compounds of the present invention. Therefore, there 
may be used any conventional method utilized in the 
field of organic chemistry. For example, the liquid 
crystalline oxetane compound may be synthesized by 
bonding oxetane portions to spacer portions by a method 
such as the Williamson ether synthesis and then bonding 
these bonded portions to a mesogen portion having been 
synthesized by an ester synthesis method using a 
condensation agent such as DCC 

( dicyclohexylcarbodiimide ) , by the same similar ester 
synthesis method. Alternatively, the liquid 
crystalline oxetane compound may be synthesized by 
bonding oxetane group portions to spacer portions and 
bonding thereto one aromatic ring having a carboxyl 
group by an ether synthesis and then ester-synthesized 
with hydro qui none . 
[0021] 

During these syntheses, since the oxetane group 
portions at the both terminal ends have cationic 
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po 1 yme r i z ab i 1 i t y , it is necessary to select the 
reaction conditions with a . cons i de r a t i on given to side 
reactions such as polymerization and ring-opening 
possibly occurring under strong acid conditions. The 
oxetane group has a less possibility of the occurrence 
of such side reactions, compared with epoxy group which 
is though a similar cationically polymer i zable 
functional group. Furthermore, since the oxetane 
group may allow various compounds similar thereto, such 
as alcohols, phenols, and carboxylic acids to be 
reacted one after another," the use of protection groups 
may be considered if necessary. . The crude liquid 
crystalline oxetane compound thus synthesized may be 
refined by r e c r y s t a 1 1 i z a t i on or column chromatography. 
Recr y s t a 1 1 i z a t i on is effective particularly for 
compounds of a high liquid c r y s t a 1 1 i n i t y . Even if the 
compound can not be r e c r y s t a 1 1 i z e d at ordinary 
temperature, it may be able to be r ecr y s t a 1 1 i z ed after 
being cooled to a lower temperature of such as -2 0 °C. 
The crude liquid crystalline oxetane compound thus 
obtained can be identified with an analyzing means such 
as 1 H-NMR (nuclear magnetic resonance) . 
[0022] 

The liquid crystalline oxetane compounds of the 
present invention are preferably those represented by 
formula (1) wherein Z 1 and Z 2 are each independently 
a group represented by formula (2), L 1 and L 4 are each 
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independently a group of -0-, L 2 is a group of -C0-0-, 
L 3 is a group of -O-CO-, P 1 and P 3 are each independently 
1 , 4 -pheny lene group, and P 2 is 1, 4-phenylene group or 
methyl-substituted 1, 4-phenylene group. 
[0023] 

Nex.t, described are polymer i zable liquid 
crystalline compositions containing a liquid 
crystalline oxetane compound of the present invention. 

The polymer i zable liquid crystalline 
compositions of the present invention are those 
containing at least 10 percent by m'ass or more, 
preferably 30 percent by mass or more of a liquid 
crystalline oxetane compound of the present invention. 
A composition containing less than 10 percent by mass 
of the liquid crystalline oxetane compound is too low 
in polymer i zable group concentration and thus would be 
insufficient in mechanical strength after being 
polymer i zed . 
[ 0024 ] 

The polymeri zable liquid crystalline composition 
of the present invention comprises a liquid crystalline 
oxetane compound of the present invention and various 
compounds which can be blended therewith without 
hindering the liquid crystallinity of the oxetane 
compound . 

Compounds which can be blended with the liquid 
crystalline oxetane compound are those bonding at least 
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one oxetane group (excluding the liquid crystalline 
oxetane compounds of the present invention); those 
bonding at least one cationically polymer i zable 
functional group other than oxetane group, such as 
epoxy and vinyl ether group; various polymeric 
compounds having a film forming ability; and various 
low molecular or polymeric liquid crystalline 
compounds exhibiting a nematic, cholesteric, or 
discotic liquid crystallinity . Various polymers 
having a film forming ability can be blended to an extent 
that the achievement of the purposes of the'present 
invention is not bothered. Furthermore, various 
optical active compounds regardless whether they have 
liquid crystallinity or not can be blended for the 
purpose of allowing the polymer i zable liquid 
crystalline compositions of the present invention to 
exhibit a cholesteric liquid crystallinity. Among 
these compounds, those bonding at least one 
cationically pol yme r i z able functional group are 
preferred because they are copolymer! zable with the 
liquid crystalline oxetane compound of the present 
invention constituting the polymer i zable liquid 
crystalline composition upon polymerization thereof. 
[0025] 

Next, described are photo cation generators 
and/or thermal cation generators (which may be referred 
to as "cation generators'' in combination hereinafter) 



-18- 



which may be contained in the polymer i zable liquid 
crystalline compos it ion . 

Since the polymer i zable liquid crystalline 
compositions of the present invention comprise a 
compound having cationically polymeri zable oxetane 
groups of the present invention, it is preferred to add 
a cation generator for polymerizing the compound. 
Preferred cation generators are compounds capable of 
generating cations by applying an external stimulus 
such as light and/or heat, such as those having a 
t r ichloromethyl or quinohediazido group and organic 
sulfonium salt-, iodonium salt-, or phosphonium 
salt-based compounds. If necessary, various 
sensitizers may be used in combination. 
[0026] 

In more detail, the term "photo cation generator'' 
used herein denotes a compound which can generate 
cations by irradiating a light with a specific 
wavelength and may be organic sulfonium salt-, iodonium 
salt-, or phosphonium salt-based compounds. Counter 
ions of these compounds are preferably antimonate, 
phosphate, and borate. Specific examples are 
Ar 3 S + SbF 6 ~, Ar 3 P + BF 4 ~, and Ar 2 I + PF 6 " wherein Ar indicates 
phenyl or substituted phenyl group. Sulfonic acid 
esters, triazines, dia zomethanes , j3 - ketosulf one, 
iminosul f onat e , and benzoinsulf onate can also be used. 
[0027] 
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The term "thermal cation generator" used herein 
denotes a compound which can generate cations by 
heating it to a certain temperature and may be 
benzylsulf onium salts, benzy lammonium salts, 
benzylpyridinium salts, benzylphosphonium salts, 
hydradinium salts, carbonic acid esters, sulfonic acid 
esters, amineimides, antimony pentachlor ide-ace t y 1 
chloride complexes , diaryliodonium salt-dibenzyloxy 
copper, and halogenated boron- tert iary amine adducts. 
[0028] 

Alternatively, 'there may be employed a method 
wherein a polymer i zable liquid crystalline composition 
having been blended with a compound generating cations, 
such as Lewis acid is prepared and then the oxetane group 
is polymerized after or simultaneously with forming a 
liquid crystal orientation. However, in a practical 
manner, it is more preferred to use a cation generator 
eliciting the generation of cations with heat or light 
because both sufficient liquid crystal orientation and 
polymerization degree can be achieved more frequently 
in the case where a liquid crystal orientation aligning 
process and a polymerization process are separated. 
[0029] 

In the case of using a thermal cation generator, 
a heat treatment for aligning the po 1 yme r i z ab le liquid 
crystalline composition is conducted at a temperature 
lower than the activation temperature of the thermal 
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cation generator which is usually a 50 % dissociation 
temperature, followed by a step of generating cations 
wherein a heat treatment is conducted at the activation 
temperature or higher to dissociate the thermal cation 
generator thereby reacting the oxetane groups with the 
cations thus generated. This method has an advantage 
that the aligning process and polymerization reaction 
can be conducted only with a heat treatment facilities. 
However, this method has a disadvantage that since the 
aligning and polymerization processes are separated 
only with heat, i.e., difference in temperature, 
polymerization may slightly progress during the 
aligning process or may not progress sufficiently 
during the actual polymerization process. 
[0030] 

In the case of using a photo cation generator, the 
polymer i zable ' liquid crystalline composition can be 
aligned, maintaining sufficient fluidity without being 
polymerizing or decomposing during the aligning 
process if the heat treatment for aligning in a liquid 
crystal orientation is conducted under dark conditions 
where the photo cation generator is not dissociated. 
Thereafter, the polymer i zable liquid crystalline 
composition may be allowed to polymerize, i.e., cure 
by irradiating a light from a light source capable of 
emitting an appropriate wavelength of light so as to 
generate cations. 
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[0031] 

Since the amount of the cation generators to be 
added in the polymer i zable liquid crystalline 
composition varies depending on the structure of the 
mesogen portion or spacer portions constituting the 
liquid crystalline. oxetane compound to be used, the 
equivalent weight of the oxetanyl group, and the 
conditions for aligning in a liquid crystal orientation, 
it can not be determined with certainty. However, it 
is within the range of usually 100 ppm by mass to 20 
percent by mass, preferably 1000 ppm by mass to 10 
percent by mass, more preferably 0.2 percent by mass 
to 7 percent by mass, and most preferably 0.5 percent 
by mass to 5 percent by mass in terms of the ratio to 
the liquid crystalline oxetane compound. A cation 
generator in an amount of less than 100 ppm by mass is 
not preferred because polymerization may not progress 
due to the insufficient amount of cation to be generated. 
A cation generator in an amount of more than 20 percent 
by mass of the cation generator is not also preferred 
because the liquid crystallinity of the polymer i zable 
liquid crystalline composition would be reduced, 
resulting in a insufficient aligned liquid crystal 
orientation and in a large amount of the decomposed 
cation generator remains in the resulting liquid 
crystal film and thus deteriorates the light resistance 
thereof. 
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Among the above-described cation generators, the 
photo cation generators capable of generating cations 
with light are particularly preferred because they can 
generate cations and polymerize (cure) the 
polymer i zable liquid crystalline composition at any 
temperature at which the composition exhibits a liquid 
crystal phase. 
[0032] 

Next, described is a method of producing a liquid 
crystal film using a polymerizable liquid crystalline 
composition of the present invention. Although not 
restricted, the film producing method preferably goes 
through each of the steps included in the method 
described below. 

A liquid crystal film made from a polymerizable 
liquid crystalline composition of the present 
invention may be in any form such as one wherein a liquid 
crystal film is kept on an alignment substrate, i.e., 
(alignment substrate/ (alignment layer) /liquid crystal 
film) ; one wherein a liquid crystal film is transferred 
to a transparent substrate film other than an alignment 
substrate, i.e., (transparent substrate film/liquid 
crystal film) ; or one which is a single layer of a liquid 
crystal film when it has a sel f -standing property. 
[ 0033 ] 

Examples of the alignment substrates which can be 
used in the present invention are films of such as 
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polyimide, polyamide, polyamideimide, polyphenylene: 
sulfide, polyphenylene oxide, polyether ketone, 
polyetheret her ketone, polyether sulfone, polysulfone, 
polyethylene terepht halate , polyethylene naphthalate , 
polyarylate, triacetyl cellulose, epoxy resins, and 
phenol resins and uniaxially stretched films thereof. 
Some of these films exhibit a sufficient alignability 
for the polymer i zable liquid crystalline composition 
of the present invention depending on the production 
method of the films even though they are not subjected 
to an aligning treatment. However, if a film does not 
have alignability sufficiently or at all, the film may 
be stretched by an appropriate heating treatment; 
subjected to a rubbing treatment wherein the film is 
rubbed in one direction with a rayon cloth or wherein 
the film is rubbed after a conventional alignment layer 
of polyimide, polyvinyl alcohol, or a silane coup 
ling agent is formed over the film; an oblique vapor 
deposition with silicon oxide; or subjected to the 
combination of these treatments to be provided with 
alignability. Alternatively, the aligning' substrate 
may be a metal plates of aluminum, iron, or copper and 
any of various glass plates on which surfaces fine 
grooves are regularly formed. 
[0034] 

In the case where an alignment substrate is not 
optically isotropic or makes the resulting liquid 
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crystal film opaque at a wavelength region where the 
film is intended to be used, the liquid crystal film 
may be transferred from such an alignment substrate to 
an optically isotropic film or a substrate which is 
transparent at a wavelength region where the liquid 
crystal film is intended to be used. The transferring 
method may be those as disclosed in Japanese Patent 
Laid'-Open Publication Nos . 4-57017 and 5-333313 
wherein after a liquid crystal film layer on an 
alignment substrate is laminated via a tacky adhesive 
or adhesive over a transparent substrate which is 
different from the alignment substrate and on which the 
liquid crystal film layer is to be transferred, facing 
the another substrate and if necessary the adhesive is 
cured, only the liquid crystal film is transferred to 
the another substrate by peeling off the alignment 
substrate from the laminate. 
[0035] 

Examples of the transparent substrate onto which 
the liquid crystal layer is transferred include 
triacetyl cellulose films such as Fujitack 

(manufactured by Fuji Photo Film Co., Ltd.) and 
Konicatack (manufactured by Konica Corp.); a TPX film 

(manufactured by Mitsui Chemical Inc.); an Arton film 

(manufactured by JSR) ; a Zeonex film (manufactured by 
Nippon Zeon Co., Ltd.); and a Acryprene film 

(manufactured by Mitsubishi Rayon Co., Ltd.). If 
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necessary, a polarizer may be used as a transparent film. 
Alternatively, a quartz plate or a glass may be used. 
A polarizer may be used regardless of whether or not 

a protective layer is used. 

i 

[0036] 

No particular limitation is imposed on the tacky 
adhesive or adhesive to be used to transfer the liquid 
crystal film as long as it is of optical grade.. 
Therefore, there may be used conventional acrylic-, 
epoxy resin-, ethylene- vinyl acetate copolymer-, 
rubber-, uret hane-based ones/ mixture types thereof, 
or various reactive ones of such as thermal curing type 
and/or photo curing type or electron radiation curing 
types . 

The reaction conditions under which the reactive 
tacky adhesives or adhesives are cured vary depending 

on its formulation, viscosity and reaction temperature 

i 

thereof. Therefore, the curing may be conducted under 
the conditions properly selected. For example, 
photo-curing type adhesives may be cured at a similar 
irradiation dose using a similar light source to those 
used for a photo cation generator described hereinafter. 
Electron radiation curing type adhesives may be cured 
at an accelerating voltage of usually 25 kV to 2 00 kV 
and preferably 50 kV to 100 kV . 
[0037 ] 

The liquid crystal film may be produced by a method 
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wherein a polymer i zable liquid crystalline composition 
in a molten state or in the form of a solution is coated 
over an alignment substrate. The coated layer on the 
alignment layer is dried, heated for aligning it in a 
liquid crystal orientation, and subjected to a photo 
irradiation and/or a heat treatment for polymerization 
thereby being formed into the liquid crystal film. 
[0038] 

No particular limitation is imposed on the solvent 
used for preparing a solution of a polymer i zable liquid 
crystalline composition of the present invention as 
long as it can dissolve the liquid crystalline oxetane 
compound or other components constituting the 
composition and be evaporated under appropriate 
conditions. Preferred examples of the solvent include 
ketones such as acetone, methyl ethyl ketone, and 
isophorone; ether alcohols such as butoxy ethyl alcohol, 
hexyloxy ethyl alcohol, and me t hoxy-2 -propanol ; glycol 
ethers such as ethylene glycol dimethylet her and 
diethylene glycol dimethyl ether; ester-based solvents 
such as ethyl acetate, met hoxypropyl acetate and ethyl 
lactate; phenol-based solvents such as phenol and 
chlorophenol; amide-based solvents such as 
N , N -dime thy 1 f ormamide , N , N-dimet hylacet o amide , and 
N-met hy Ipy r rol idone ; halogenated hydrocarbon-based 
solvents such as chloroform, t et rachlor oet hane , and 
dichlorobenzene; and mixtures thereof. Surfactants, 
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defoaming agents, or leveling agents may be added to 
the solution so as to form a uniform film layer on an 
alignment substrate. Furthermore, for the purpose of 
coloring, dichroric dyes, dyes, or pigments may be 
added to an extent that the exhibition of liquid 
crystallinity is not bothered. 
[0039] 

No particular limitation is imposed on the method 
of coating a polymer i zable liquid crystalline 
composition of the present invention as long as it can 
ensure the uniformity of the *f ilm layer. Therefore, 
there may be used any conventional method such as roll 
coating, die coating, dip coating, curtain coating, or 
spin coating methods. The coating may be followed by 
a sol vent -removing process, i.e. , drying using a heater 
or a hot air blowing. 
[0040] 

Thereafter, if necessary, a heat treatment is 
conducted so as to form a liquid crystal orientation, 
followed by polymerization (curing) by a photo 
irradiation and/or a heat treatment. In this heat 
treatment, the polymer i zable liquid crystalline 
composition used is heated to the range of temperatures 
at which the composition exhibits a liquid crystal 
phase, so as to align the composition in the liquid 
crystal orientation by its self -alignability . Since 
the conditions for the heat treatment vary in optimum 
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conditions and limits depending on the liquid crystal 
phase behavior temperature (transition temperature) of 
the polymer i zable liquid crystalline composition to be 
used, it can not be determined with certainty. However, 
the heat treatment is conducted at a temperature within 
the range of usually 10 to 200 °C , preferably 20 to 
150 °C . Temperatures below 10 °C are not preferred 
because there is a possibility that the composition may 
not be aligned in a liquid crystal orientation 
sufficiently, while those inexcess of 200 °C are not 
also preferred because the oxetane group and the 
substrate may be adversely affected. The heat 
treatment is conducted for usually 3 seconds to 30 
minutes, preferably 10 seconds to 10 minutes. The heat 
treatment for shorter than 3 seconds is not preferred, 
because there is a possibility that the composition may 
not be aligned in a liquid crystal phase completely. 
Whereas, the heat treatment for longer than 30 minutes 
is not also preferred, because the productivity is 
extremely deteriorated. After the liquid crystalline 
composition is completely aligned in a liquid crystal 
orientation by the heat treatment or the like, the 
composition on the alignment substrate is cured by 
polymerization. In the present invention, the 
pol yme r i z a t i on / cur ing process is conducted so as to 
modify the po 1 yme r i z ab 1 e liquid crystalline 
composition to be a harder film layer by fixing the 
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completely aligned liquid crystal orientation. 
[0041] 

Since the po 1 ymer i zable liquid crystalline 
compositions of the present invention are cationically 
polymer i zable , it is preferred to use suitable cation 
generators prior for po 1 yme r i z a t i on / cu r i ng . These 
cation generators and method for using the same are as 
already described with respect to the above-described 
polymer i zable liquid crystalline composition. 
[0042] 

When a photo cation generator is used, it may be 
irradiated with a light from a light source capable of 
emitting an appropriate wavelength of light so as to 
be allowed to generate cations. A method of 
irradiating a light varies in optimum values of 
irradiation wavelength and strength and irradiation 
time, depending on the type or amount of a photo cation 
generator to be used. However, the light irradiation 
is generally conducted by irradiating a light from a 
light source having a spectrum near the absorption 
wavelength of a photo cation generator to be used, such 
as a metal halide lamp, a high-pressure mercury lamp, 
a low-pressure mercury lamp, a xenon lamp, an arc 
discharge lamp, a laser, and a synchrotorn radiation 
light source so as to decompose the photo cation 
generator. The irradiation dose per cm 2 is within the 
range of generally 1 to 2 , 000 mJ and preferably 10 to 



-30- 



1,000 mJ in the integrated irradiation dose. However, 
when the absorption region of a photo cation generator 
is extremely different from the spectrum of a light 
source or the polymer i zable liquid crystalline 
composition itself can absorb a light in the wavelength 
of the light source, the irradiation dose is not limited 
to the above range. In these cases, a method may be 
employed in which a suitable photo sensitizer or two 
or more kinds of photo cation generators having 
different absorption wavelengths from each other are 
used . 

[0043] 

The liquid crystalline composition layer (liquid 
crystal film) produced through the above-described 
processes becomes a sufficiently solid and strong film. 
More specifically, since the three-dimensional bond of 
the mesogen portion is achieved by the above-described 
curing reaction, the polymer i zable liquid crystalline 
composition is improved not only in heat-resistance 
(the upper limit temperature at which the liquid 
crystal orientation is maintained) but also 
significantly improved in mechanical strength such as 
resistance to scratch, wear and cracking, compared with 
the composition prior to cure. The present invention 
is of great significance in the industrial sense 
because it can achieve the directly-opposed purposes, 
i.e., the accurate control of a liquid crystal 
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orientation and an improvement in thermal /mechanical 
strength, at the same time. 
[0044] 

The proper selection of compounds to be blended 
with the polymer i zable liquid crystalline composition 
comprising the liquid crystalline oxetane compound of 
the present invention enables to control the aligned 
structure and enables to produce an optical film 
wherein a nematic orientation, a twisted nematic 
orientation, a cholesteric orientation, or a nematic 
hybrid orientation is fixed. The optical film has 
various applications depending on the aligned 
s t ruct ur e . 
[0045] 

Among these films, those wherein a nematic or 
twisted nematic orientation is fixed function as 
optical retardation films and can be used as 
compensation plates for an STN-, TN-, OCB-, or 
HAN-t ransmission or reflection type liquid crystal 
display. Optical films wherein a cholesteric 
orientation is fixed can be used as polarizing 
reflective films for luminance enhancement, reflection 
color filters, and various decoration films utilizing 
color variations of reflection light depending on 
viewing angles due to the selective reflection. Those 
wherein a nematic hybrid orientation is fixed can be 
used as optical retardation films or wave plates 
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utilizing a retardation upon viewing from the front and 
a viewing angle improving film for TN-type liquid 
crystal displays utilizing the asymmetric nature of 
viewing angle dependency of retardation. Furthermore, 
those having a function as a 1/4 wavelength plate in 
combination with a polarizer can be used as anti-glare 
filters for reflection type liquid crystal displays and 
EL displays . 
[0046] 
[Examples] 

The present invention will be further described 
with reference to the following examples, but the 
present invention should not be construed as being 
limited thereto. 

The analyzing methods used in the examples are as 
f ol lows : 
[ 0047 ] 

(1) 1 H - N M R measurement 

A compound was dissolved in deuterated chloroform 
and measured by means of 1 H - N M R at 400 MHz (JNM-GX400 
manufactured by Nippon Electronics Co., Ltd.). 

(2) Observation of phase behavior 

A liquid crystal phase behavior was observed using 
an Olympus BH2 polarizing microscope while heating a 
sample on a Mettler hot stage. 

A phase transition temperature was measured using 
a differential scanning calorimeter DSC7 manufactured 
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by Perkin Elmer Co. 

In the description of phase behaviors, " C " 
indicates crystal phase, "Nm" indicates nematic phase, 
and "Iso" indicates isotropic liquid phase. 
(3) Parameter measurement of liquid crystal film 

The retardation of a nematic orientation was 
measured using KOBRA- 2 0 ADH manufactured by O j i 
Keisokukiki Co., Ltd. 

The twisted angle and retardation of a twisted 
nematic structure were measured using Optipro 
manufactured by SHINTECH, Inc. 
[0048] 

Example 1 (Synthesis of liquid crystalline oxetane 
compound 1) 

Into a 2 L egg plant type flask were charged 4 6.3 
g (0.40 mol) of 3 - h y dr oxyme t hy 1 - 3 - e t h y 1 oxe t a ne 
(product name: OXT-101 manufactured by Toagosei Co., 
Ltd.), 250.3 g (1.16 mol ) of 1 , 4 -dibromobutane ( reagent , 
manufactured by Tokyo Kasei Kogyo Co., Ltd.), and 275 
ml of hexane. 500 ml of a 33 % sodium hydroxide aqueous 
solution containing 2 g of t et ra-n-but y lammonium 
bromide (reagent, manufactured by Tokyo Kasei Kogyo Co. , 
Ltd.) was added to the mixture and vigorously stirred 
for 5 hours. After the mixture was refluxed at a 
temperature of 80 °C for one hour, 500 ml of deionized 
water was added thereto so as to separate the mixture 
into an organic phase and an aqueous phase. The aqueous 
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phase was extracted three times with 160 ml of hexane. 
After the organic phase and the extracted phase were 
dried over magnesium sulfate, the solvent was distilled 
out in a vacuum. The resulting transparent liquid was 
distilled in a vacuum thereby obtaining 44.5 g (0.18 
mol ) of 3 - [ ( 4 -br omobut oxy ) methyl ] -3-ethyloxetane as a 
distillate at 109 °C/532 Pa (yield: 44%, identified 
with X H-NMR ) . 
[0049] 

In a 300 ml three neck flask, 5.2 g (31 mmol) of 
ethyl p-hydroxyben zoa t e , 4.7 g (34 mmol) of potassium 
carbonate anhydride, and 7.8 g (31 mmol) of the 
3- [ (4 -br omobut oxy ) methyl] -3-ethyloxetane were 
dissolved in 50 ml of dimethyl formamide . After the 
solution remained turbid was heated to a temperature 
of 80 °C and stirred for 4 hours, the solvent was 
completely distilled out in a vacuum. To the resulting 
yellow oily substance were added 15 ml of a 7 % sodium 
hydroxide aqueous solution and 15 ml of methanol. The 
mixture was refluxed for two and half hours. 1 N 
(normality) of hydrochloric acid was added to the 
mixture such that the pH is adjusted to about 3. The 
resulting white precipitate was filtered and dried in 
a vacuum thereby obtaining 8.6 g (28 mmol) of 
4 - [7- (3-ethyl-3-oxetanyl) -1, 6-dioxaheptyl] benzoic 
acid (yield: 89%, identified with 1 H-NMR). The 
resulting compound was no more purified and used in the 
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following reaction. 
[0050] 

Into a 100 ml three neck flask were charged 1.1 
g (9.6 mmol) of me thane sul fonyl chloride, 0.1 g of 
nitrobenzene, and 10 ml of t e t rahydr o f ur an . To the 
mixture was added a solution obtained by dissolving 3.1 
g (10 mmol) of the 

4 - [7 - (3-ethyl-3-oxetanyl) -1, 6-dioxaheptyl] benzoic 
acid in 1.3 g (10 mmol) of diisopropylethylamine and 
10 ml of tetrahydrofuran, while the mixture was cooled 
with ice. The mixture was stirred for 2 hours after 
the temperature thereof had been returned to ordinary 
temperature. To the mixture were added a solution 
obtained by dissolving 0.54 g (4.8 mmol) of 
hydroquinone in 8 ml of tetrahydrofuran, 0.3 g of 
dime t hylaminopyr idine , and 1.0 g of triethylamine . 
The mixture was refluxed for 3 hours . After the mixture 
was cooled, the resulting white precipitate was 
recr y st al 1 i zed from methanol thereby obtaining 1.9 g 
(2.8 mmol) of the intended liquid crystalline oxetane 
compound 1 represented by the following formula (yield: 
55 %, identified with 1 H-NMR ) . 
[0051] 

[ 0052 ] 



-36- 



The 1 H - N M R spectrum of the resulting liquid 
crystalline oxetane compound 1 is shown in Fig. 1. The 
phase behavior and phase transition temperature of the 
resulting liquid crystalline oxetane compound were as 
follows : 

[Liquid crystal phase behavior and phase transition 
temperature ] 

C-65 °C-Nm-94 °C-Iso 
[0053] 

Example 2 (Synthesis of liquid crystalline oxetane 
compound 2 ) 

The procedure of Example 1 was repeated thereby 
synthesizing crude 

4- [7- (3-ethyl-3-oxetanyl) - 1 , 6-dioxaheptyl] benzoic 
acid. Into a 100 ml three neck flask were charged 1.1 
g (9.6 mmol) of methanesul f onyl chloride, 0.1 g of 
nitrobenzene, and 10 ml of tetrahydrof uran, followed 
by addition of a solution obtained by dissolving 3.1 
g (10 mmol) of the 

4- [7- (3-ethyl-3-oxetanyl) -1, 6-dioxaheptyl] benzoic 
acid in 1.3 g (10 mmol) of di i sopropy lethylamine and 
10 ml of t et rahydrof uran , while the mixture was cooled 
with ice. The mixture was stirred for 2 hours after 
the temperature thereof was returned to ordinary 
temperature. To the mixture were added a solution 
obtained by dissolving 0.6 g (4.8 mmol) of 
methylhydroquinone in 8 ml of tetrahydrofuran, 0.3 g 
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of dime thy laminopy r idine , and 1.0 g of t r iethylamine . 
The mixture was refluxed for 3 hours. After the mixture 
was cooled, 20 ml of a saturated sodium chloride 
solution and 50 ml of methylene chloride were added so 
as to separate the mixture into an organic phase and 
an aqueous phase. The aqueous phase was extracted 
twice with 20 ml of methylene chloride. After the 
organic phase and the extracted phase were dried over 
magnesium sulfate anhydride, the solvent was distilled 
out in a vacuum thereby obtaining a transparent oily 
product. The resulting oily product was purified with 
a silica gel chromatography using a mixed solvent of 
hexane-ethyl acetate (hexane : ethyl acetate = 2 : 1 
by volume ratio) as a mobile phase thereby obtaining 
2.8 g (4.0 mmol) of the intended liquid crystalline 
oxetane compound 2 represented by the following formula 
(yield: 83 %, identified with 1 H-NMR). 



[0054 ] 




[0055] 



Example 3 (Synthesis of liquid crystalline oxetane 
compound 3 ) 

Into a 300 ml three neck flask were charged 25.4 
g of 2 , 3-dihydropyran (reagent, manufactured by Tokyo 
Kasei Kogyo Co., Ltd.), 41.4 g of p - h y dr ox ybe n z o i c acid 
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(reagent, manufactured by Tokyo Kasei Kogyo Co. , Ltd. ) , 
and 3.7 g of pyridinium p-toluenesulf onate (reagent, 
manufactured by Tokyo Kasei Kogyo Co., Ltd.). The 
mixture was dissolved after addition of 20 ml of 
methylene chloride and 80 ml of absolute ether. After 
the mixture was vigorously stirred for about 3 hours, 
it was extracted 3 times with 70 ml of a 10 % sodium 
hydroxide aqueous solution. The resulting extracted 
solution was neutralized with 1 N of hydrochloric acid 
until the pH is made to 6. The resulting precipitate 
was filtered and dried in a vacuum thereby obtaining 
57.4 g of crude p-t-et r ahydr opy r any loxy benzoic acid. 
[0056] 

Into a 500 ml three neck flask equipped with a 
mechanical stirrer, a dropping funnel, and a Dimroth 
condenser were charged 5.73 g of me t hanesul f ony 1 
chloride, 0.6 g of nitrobenzene, and 20 g of 
tet rahydrof uran . To the mixture was added a solution 
obtained by dissolving 11.1 g of the crude 
p-tet rah ydropyr any loxy benzoic acid in 6.46 g 
disopropylethylamine and 50 g of tet rahydrof uran 
through the dropping funnel while the mixture was 
cooled with ice. After the mixture was stirred for one 
hour while cooled with ice, to the mixture while cooled 
with ice was added a solution obtained by dissolving 
12.2 g of p-oct yloxyphenol (reagent manufactured by 
Kanto Kagaku) in 6.67 g of t r iethylamine and 50 g of 
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tetrahydrof uran . The mixture was refluxed for one hour. 
The reaction solution was cooled and then extracted 
with diethylether. After the organic phase was washed 
3 times with 1 N of' hydrochloric acid and once with a 
sodium chloride solution, the solvent was distilled out 
in a vacuum. To the resulting oily product were added 
20 ml of tetrahydrof uran and 20 ml of 1 N of hydrochloric 
acid. The mixture was refluxed for one hour. 50 ml 
of methylene chloride was added to the resulting 
reaction solution so as to separate the organic phase 
therefrom. After the organic phase was washed with 1 
N of hydrochloric acid and a sodium chloride aqueous 
solution and then dried over magnesium sulfate 
anhydride, it was filtered. The solvent was distilled 
out in a vacuum. The resulting crude p-hydroxybenzoic 
acid-p-octyloxyphenol ester was recrystallized from 
ethylacetate/hexane thereby obtaining 5.13 g of crude 
p-hydroxybenzoic acid-p-octyloxyphenol ester. The 
resulting compound was identified with 1 H - N M R . 
[0057] 

Into a 200 ml three neck flask equipped with a 
dropping funnel and a Dimroth condenser were charged 
20 g of 3-ethyl-3-hydroxymethyl-oxetane (product 
name : OXT-101 manufactured by Toagosei Co. f Ltd.), 
17.4 g of triethylamine, and 50 ml of diethylether. The 
mixture was cooled in an ice bath. 25 ml of a solution 
obtained by dissolving 19.7 g of methane su 1 f on yl 
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chloride in diethylether was slowly added to the 
mixture through the dropping funnel. After the ice 
bath was removed and the mixture was stirred for one 
hour, the precipitated amine salt was filtered out. 
The remaining reaction solution was concentrated in a 
vacuum thereby obtaining crude mesilate. 
[0058] 

Into a 200 ml three neck flask equipped with a 
mechanical stirrer and a Dimroth condenser was charged 
the crude mesilate and were added thereto 23.8 g of 
p-hydroxybenzoic acid ethyl ester (reagent, 
manufactured by Tokyo Kasei Kogyo Co., Ltd.) and 29.7 
g of potassium carbonate (first grade reagent 
manufactured by Wako Pure Chemical Industries, Ltd) . 
Lastly, dime thy 1 formamide was added such that the total 
amount was -made 180 ml. The mixture was heated to a 
temperature of 100 °C and stirred with the mechanical 
stirrer for 4 hours. After the mixture was then cooled 
to room temperature and the precipitated salt was 
filtered out, the solvent was distilled out in a vacuum 
therefrom and dried in a vacuum thereby obtaining a 
crude ester compound. 
[0059] 

Into a 200 ml egg plant type flask equipped with 
a Dimroth condenser were charged the crude ester 
compound and 50 ml (61.4 g) of a 18.5 % potassium 
hydroxide aqueous solution. The mixture was refluxed 
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for 3 hours. The resulting reaction solution was 
poured into 700 ml of ice water in a 2 L beaker so as 
to be made a transparent solution. The solution was 
added with stirred to 40 ml (65.8 g) of a 39 % sodium 
hydrogen sulfate aqueous solution. As a result, 
deposit was precipitated and thus filtered thereby 
obtaining crude , 

p- (3-ethyl-3-oxetanyl) -methoxybenzoic acid. The 
resulting crude crystal was r eery stal 1 i zed from 
water /acetonitrile and dried in a vacuum thereby 
obtaining 29.3 g of 

p - (3-ethyl-3-oxetanyl) -methoxybenzoic acid. 
[0060] 

Into a 200 ml three neck flask equipped with a 
mechanical stirrer, a dropping funnel, and a Dimroth 
condenser were charged 1.72 g of me t ha ne s u 1 f ony 1 
chloride, 0.2 g of nitrobenzene, and 10 ml of 
tetrahydrofuran. The mixture was cooled in an ice bath. 
After through the dropping funnel was added slowly a 
solution obtained by dissolving 3.54 g of the 
p- ( 3 -ethyl -3-oxet any 1 ) -methoxybenzoic acid in 1.94 g 
of diisopropylethylamine and 20 ml of tetrahydrofuran, 
the ice bath was removed. The mixture was stirred for 
one hour. To the mixture was further added a solution 
obtained by dissolving 5.13 g of the crude 
p-hydroxybenzoic acid-p-oct y loxyphenol ester in 1.82 
g of t r iet hylamine and 20 ml of tetrahydrofuran. The 
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mixture was stirred at a temperature of 70 °C for one 
hour. The resulting reaction solution was cooled and 
separated by adding 1 N of. hydrochloric acid and 
diet hy lether . The organic phase was washed 3 times 
with a sodium chloride aqueous solution, dried over 
magnesium sulfate, and filtered. The solvent was 
distilled out in a vacuum thereby obtaining a white 
solid. The resulting solid was r e c r y s t a 1 1 i z e d from 
ethyl acetate/methanol and dried in a vacuum thereby 
obtaining 6.1 g of liquid crystalline oxetane compound 
3 with a structure represented by the formula below. 
The X H-NMR spectrum of the liquid crystalline oxetane 
compound 3 is shown in Fig. 2. The phase behavior and 
phase transition temperature of the compound 3 were as 
f ol lows . 

[Liquid crystal phase behavior and phase transition 
temperature] 



[0062] 

Example 4 (Preparation of polymer i zable liquid 
crystalline composition 4) 

1.0 g of liquid crystalline compound 1 and 1.0 g 
of liquid crystalline compound 3 synthesized in 



C-98 °C -Nm-137 °C-Iso 



[0061] 




-43- 



Examples 1 and 3, respectively were dissolved in 10 ml 
of methylene chloride and made homogeneous. The 
solvent was distilled out in a vacuum thereby obtaining 
polymer i zable liquid crystalline composition 4. The 
phase behavior and phase transition temperature of the 
resulting composition 4 were as follows. 
[Liquid crystal phase behavior and phase transition 
temperature ] 

C-46 °C-Nm-82 °C-Iso 
[0063] 

Example 5 (Production of a liquid crystal film using 
liquid crystalline oxetane compound 1) 

0.25 g of liquid crystalline oxetane compound 1 
synthesized in Example 1 was dissolved in 2.5 ml of 
cyclohexanone and to the solution was added in a dark 
place 0.02 g of a propylene carbonate solution with 50% 
triarylsul f oniumhexaf luoroant imonat e (a reagent 
manufactured by Aldrich Co.) . The insolubles were 
filtered with a polytetraf luoroethylene filter having 
a pore size of 0.45 fi m thereby preparing a solution 
of a polymer i zable liquid crystalline composition. 
[0064] 

The resulting solution was spin-coated over a 50 
li m thickness polyethylene t erephthalat e (PET) film 
(product name: T-60 manufactured by Toray Industries, 
Inc.) whose , surf ace had been subjected to a rubbing 
treatment with a rayon cloth and then dried at a 
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temperature of 60 °C on a hot plate. The resulting 
polymer i zable liquid 'crystalline composition layer on 
the film was irradiated with an ultraviolet light in 
an integrated irradiation dose of 450 mJ/cm 2 from a 
high-pressure mercury lamp under an air atmosphere 
while being heated at a temperature of 75°C and then 
cooled thereby obtaining a cured liquid crystalline 
composition layer (liquid crystal film) . 
[0065] 

Since the polyethylene terephthalate film used as 
a substrate is large in birefringence and thus not 
preferable for use in an optical film, the resulting 
film (the liquid crystalline composition layer) was 
transferred via an ultraviolet curing-type adhesive 
(product name: UV-3400 manufactured by Toagosei Co. , 
Ltd.) onto a t r iacetylcellulose ( T AC ) film thereby 
obtaining optical film A. More specifically, a UV-3400 
adhesive with a thickness of 5 jam was coated over the 
cured liquid crystalline composition layer on the PET 
film and laminated with a TAC film. After the laminate 
was subjected to an irradiation of ultraviolet light 
of 400 mJ/cm 2 from the TAC film side so as to cure the 
adhesive, the PET film was peeled off thereby obtaining 
optical film A. 
[0066] 

As a result of oh servations of the resulting 
optical film A through a polarizing microscope, it was 
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confirmed that it exhibited a monodoma in uniform 
nematic liquid crystal orientation without the - 
occurrence of disclination, and the retardation 
(product of birefringence and liquid crystalline 
composition layer thickness) was 115 nm. Thereafter, 
only the liquid crystalline composition layer portion 
was scrapped off and the glass transition temperature 
thereof was measured using a DSC. As a result, it was 
found to be 105°C. The pencil hardness of the liquid 
crystalline composition layer surface of optical film 
A was on the order of 2H, and thus it was confirmed that 
the layer had a sufficient hardness. As described 
above, it was confirmed that the use of liquid 
crystalline oxetane compound 1 enables to produce a 
film which is excellent in an alignability in a liquid 
crystal orientation, thermal stability and strength 
after being fixed in the liquid crystal orientation. 
[0067] 

Example 6 (Production of a liquid crystal film using 
polymer i zable liquid crystalline composition 4) 
0.25 g of polymer i zable liquid crystalline 
composition 4 synthesized in Example 4 was dissolved 
in 2.5 ml of triethylene glycol dimet hylether . To the 
solution was added in a dark place 0.02 g of a propylene 
carbonate solution with 5 0% 

triarylsulfoniumhexaf luoroantimonate (a reagent 
manufactured by Aldrich Co.) . The insolubles were 
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filtered with a polytetraf luoroethylene filter having 
a pore size of 0.45 jam thereby preparing a solution 
of a polymer i zable liquid crystalline composition. 
[0068] 

The procedure of Example 5 was repeated using the 
resulting solution thereby obtaining optical film C. 
As a result of observations of the resulting optical 
film C through a polarizing microscope, it was 
confirmed that it exhibited a monodomain uniform 
nematic liquid crystal orientation without the 
occurrence of disclinat ion . When optical film C was 
viewed from the front, it had a retardation of 120 nm, 
as observed similarly in a uniaxial nematic orientation. 
However, when optical film C was viewed obliquely along 
the rubbing direction, the apparent retardation varied 
depending on the tilt direction of the film. It" was 
thus found that the liquid crystalline composition 
layer had a hybrid orientation wherein the tilt 
direction thereof changed in the thickness direction. 
With the arrangement shown in Fig. 5, the retardation 
was measured using KOBRA-2 OAH . The result was shown 
in Fig. 4. Thereafter, only the liquid crystalline 
composition layer portion was scrapped off and the 
glass transition temperature thereof was measured 
using a DSC.. As a result, it was found to be 100 °C. 
The pencil hardness of the liquid crystalline 
composition layer surface of optical film C was on the 
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order of 2H, and thus it was confirmed that the layer 
had a sufficient hardness. As described above, it was 
confirmed that the use of polymer i zable liquid 
crystalline composition 4 enables to produce a film 
aligned in a hybrid orientation which is excellent in 
an alignability in a liquid crystal orientation and in 
thermal stability and strength after being fixed in the 
liquid crystal orientation. 
[0069] 

Comparative Example 1 (Production of a liquid crystal 
film using liquid crystalline acrylate compound 5) 

The production of an optical film was attempted 
by repeating the procedure of Example 5 except that 
liquid crystalline acrylate compound 5 having a 
structure represented by the formula below and 
synthesized in accordance with a method described in 
"Makromol. Chem., 190, 2255-2268 (1989)" was used 
instead of liquid crystalline oxetane. compound 1 and 
a photo-polymerization initiator (product name: 
Irgacure 651 manufactured by Ciba-Geigy Limited) was 
used instead of a propylene carbonate solution with 50% 
triarylsul f on iumhexa f luoroantimonate (a reagent 
manufactured by Aldrich Co.) . 
[007 0] 
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[0071] 

It seemed that the cure of the liquid crystalline 
composition did not progress even after it was 
irradiated with an ultraviolet light in an integrated 
irradiation dose of 450 mJ/cm 2 from a high-pressure 
mercury lamp under an air atmosphere. A film with 
sufficient mechanical strength was not able to be 
obtained . 

[0072] 
Example 7 

Optical film A with a retardation of 115 nm 
produced in Example 5 and optical film B with a 
retardation of 265 nm obtained by the same procedure 
of Example 5 except that thickness of the liquid 
crystalline composition layer was changed, were 
laminated using a non-carrier tacky adhesive such that 
the slow axis formed an angle of 65° thereby obtaining 
a wide bandwidth X /A plate. A polarizer 1 and a 
TFT-TN type liquid crystal cell 4 including the wide 
bandwidth X /4 plate 2 (optical film B) / a polarizer 
3 (optical film A), and a reflector 43 were combined 
thereby producing a liquid crystal display with the 
arrangement shown in Fig. 3. In Fig. 3, the 
double-arrows of polarizer 1 indicates the absorption 
direction, the double-arrow of optical film B indicates 
the slow axis direction (rubbing direction), the 
double-arrows of optical film A indicates the slow axis 
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direction (rubbing direction), the numeral 41 
indicates the upper rubbing direction of the TN cell 
4, and the numeral 42 indicates the lower rubbing 
direction of the TN cell 4. As a result, it was 
confirmed that contrast ratio (CR) = 8, i.e., an 
excellent white and black image was obtained. The 
viewing angle of the display has no significant 
difference over that of a liquid crystal display having 
a wide bandwidth A/4 plate comprising an Arton film 
(manufactured by JSR) which has been conventionally 
used. High contrast image was not able to be obtained 
when the optical films A and B were not used even though 
in whichever rest of the components were arranged. 
[0073] 

[Effects Achieved by the Invention] 

The liquid crystalline oxetane compound and 
polymer i zable liquid crystalline composition 
containing the same of the present invention are 
excellent in alignabilit y . Liquid crystal ^films and 
optical films obtained by curing a liquid crystalline 
compositions of the present invention are high in heat 
resistance (glass transition point) and hardness and 
excellent in mechanical strength and thus useful as 
retardation films for various liquid crystal displays. 
[Brief Description of the Drawings] 

[Fig. 1] 

the NMR spectrum of liquid crystalline oxetane 
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compound 1 synthesized in Example 1. 
[Fig. 2] 

the NMR spectrum of liquid crystalline oxetane 
compound 3 synthesized in Example 3. 
[Fig. 3] 

a perspective view of the liquid crystal display device 
used in Example 7 , also showing the arrangement of each 
axis. 

[Fig. 4] 

the result of the retardation measurement conducted 
in Example 6 . 

[Fig. 5] 

the arrangement of the components used in the 
retardation measurement conducted in Example 6. 
[Description of Numerals] 

1: Upper polarizer (arrow indicates the absorption 
direction (rubbing direction)) 

2: Optical Film B 

3: Optical Film A 

41: TN cell 

42: TN cell. 

43: Reflector 
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